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In re Patent Application of 

Jean-Marc FRANCES et al. 

Application No.: Unassigned 
(Corresponds to PCT/PCT/FROO/01571) 

International Filing Date: June 8, 2001 

For: PROCESS FOR THE PREPARATION 
OF A RELEASE AND LEAKTIGHT 
COATING APPLIED TO A 
CYLINDER HEAD GASKET 
EMPLOYING A SILICONE 
MATERIAL 



Group Art Unit: Unassigned 
Examiner: Unassigned 



PRELIMINARY AMENDMENT 



BOXPCT 

Assistant Commissioner for Patents 
Washington, D.C. 20231 

Sir: 



Prior to examination, please amend tiie above-captioned application as follows: 
IN THE CLAIMS: 

Kindly amend the claims as follows: 

1. (Amended) A process for carrying out impregnation and/or for preparing a 
coating which gives release and is leaktight enq)loyed at the engine block/cylinder head 
interface of engines and applied to sheet gaskets, comprising: 

1 - employing a silicone composition 
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comprising: 

-A- 100 parts by weight of at least one polyorganosiloxane (POS) crosslinkable 
by the cationic and/or radical route and via crosslinking functional groups 
(CFGs), these CFGs being identical to or different from one another and 
being selected from the group consisting of at least one ftmctional unit of 
heterocyclic nature having one or more electron-donating atoms and/or from 
those which are ethylenically unsaturated and substituted by at least one 
elecfron-donatmg atom which enhances the basicity of the tc system; 

-B- from 0.01 to 10 parts by weight of at least one initiator salt (PI) formed by a 
borate of an onium of an element from groups 15 to 17 of the Periodic 
Classification or of an organometallic complex of an element from groups 4 
to 10 of the Periodic Classification, 

□ the cationic entity of said borate being selected from the group consisting of: 

(1) - onium salts of formula (I): 

[(Ri),-A-(R')J" (I) 

in which formula: 

A represents an element from groups 15 to 17; 
• R} represents a Cg-Cjo carbocyclic or heterocyclic aryl radical, it 
being possible for said heterocyclic radical to comprise nitrogen or 
sulftir as heteroelements; 
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(2) 



represents R^ or a linear or branched C^-C^ alkyl or alkenyl 
radical; said R^ and R^ radicals optionally being substituted by a Cj- 
C25 alkoxy, C1-C25 alkyl, nitro, chloro, bromo, cyano, carboxy, ester 
or mercapto group, 

• n is an integer ranging from 1 to v + 1, v being the valency of the 
element A, 

• m is an integer ranging from 0 to v - 1, with n + m = v + 1 
the oxoisothiochromanium salts having the formula: 

O 




(ID 



\ 



where the R^ radical represents a linear or branched CpCjo radical; 
(3) - sulfonium salts where the cationic entity comprises: 
-> 3.1. at least one polysulfonium species of formula III. 1 



Ar^ S — Ar3- 

Ar2 



Ar3- 



1; 



-Arl 



(in.i) 



in which: 
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the Ar* symbols, which can be identical to or different from one another, each, 
represent a monovalent phenyl or naphthyl radical optionally substituted with one or 
more radicals selected from the group consisting of: a linear or branched C,-Ce alkyl 
radical, a liuear or branched C,-C,2 alkoxy radical, a halogen atom, an -OH group, a 
-COOH group, a -COO-alkyl ester group, where the alkyl part is a linear or 
branched C1-C12 residue, and a group of formula -V* Ar^ , where the V* and Ar^ 

U 

Q symbols have the meanings given hnmediately below, 

O ■ 

p - the Ar^ symbols, which can be identical to or different from one another or Ar^ each 

£ 

J represent a monovalent phenyl or naphthyl radical optionally substituted with one or 

M 

^ ' more radicals selected from the group consisting of: a linear or branched C 1-C12 

O 

Ixl alkyl radical, a Imear or branched Ci-Cjj alkoxy radical, a halogen atom, an -OH 

I 

M group, a -COOH group or a -COO-alkyl ester group, where the alkyl part is a linear 

O 

^ or branched C1-C12 residue, 

the Ar^ symbols, which can be identical to or different from one another, each 
represent a divalent phenylene or naphthylene radical optionally substituted with one 
or more radicals chosen from: a linear or branched C1-C12 aikyl radical, a linear or 
branched C1-C12 alkoxy radical, a halogen atom, an -OH group, a -COOH group or 
a -COO-alkyl ester group, where the alkyl part is a linear or branched C 1-C12 
residue, 

t is an integer equal to 0 or 1 , 
with the additional conditions according to which: 
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when t = 0, the Y symbol is then a monovalent radical representing the group of 
formula: 

+ 

y': S— Ar^ 

I 

Ar2 

where the Ar' and Ar^ symbols have the meanings given above, 
whent = 1: 

* on the one hand, the Y symbol is then a divalent radical having the following 
meanings Y^ to Y'*- 

Y^: a group of formula: 
+ 

Ar2 

where the Ar^ symbol has the meanings given above, 

• Y^: a single valency bond, 

• Y'*: a divalent residue selected from the group consisting of: 
O ' S — ' S ' — c — 

I II 

o o , 



a linear or branched C1-C12 alkylene residue and a residue of formula 
-Si (CH3)20-, 
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on the other hand, solely in the case where the Y symbol represents 
or Y'*, the Ar* and Ar^ (terminal) radicals have, in addition to the 
meanings given above, the possibility of being connected to one 
another via the Y', residue comprising Y'\ a single valency bond, or 
in Y'^ , a divalent residue selected from the residues cited with respect 
to the definition of Y*, which is inserted between the carbon atoms, 
facing each other, situated on each aromatic ring in the ortho position 
with respect to the carbon atom dkectly bonded to the S"^ cation; 



^ -> 3.2. and/or at least one monosulfbnium species having a single S"^ 



cationic center per mole of cation and comprising, in the majority of 
cases, in species of formula: 

+ 

Ar^ S— Ari (in.2) 

in which Ar' and Ar^ have the meanings given above with respect to the formula (III. 1), 
including the possibility of connecting directly between them only one of the Ar' radicals to 
Ar^ according to the way indicated above with respect to the definition of the additional 
condition in force when t=l in the formula (II) involving the Y' residue; 
(4) organometallic salts of formula (IV): 

(VWM)'^'' dV) 
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which fonnula: 

M represents a metal from group 4 to 10, 

represents 1 ligand bonded to the metal M via tu electrons, which 
ligand is selected from the group consisting of r|^-alkyl, r\^- 
cyclopendadienyl and -n'-cyclo- heptratrienyl ligands and t^^ -aromatic 
compounds selected from the group consisting of optionally 
substituted r|'*-benzene ligands and compounds having from 2 to 4 
condensed rings, each ring being capable of conttibuting to the 
valency layer of the metal M via 3 to 8 it electrons, 
U represents a ligand bonded to the metal M via tz electrons, which 
ligand is selected from the group consisting of ti'- cycloheptatrienyl 
ligands and rf - aromatic compounds selected from the group 
consisting of optionally substitute ^-benzene ligands and compounds 
having from 2 to 4 condensed rings, each ring being capable of 
contributing to the valency layer of the metal M via 6 or 7 
electrons, 

V represents from 0 to 3 identical or different ligands bonded to the 
metal M via o elecfrons, which ligand(s) is (are) CO or NOj^; the 
total elecfronic charge q of the corc^lex to which L', and and 
the ionic charge of the metal M contribute being positive and equal to 
1 or 2; 
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□ the anionic entity [lacuna] borate having the formula: 
[BX,RJ- 

in which formula: 

- a and b are integers ranging from 0 to 3 for a and from 1 to 4 for b, 
with a+ b = 4, 

- the X symbols represent: 

* a halogen atom with a = 0 to 3, 

* an OH functional group with a = 0 to 2, 

- the R symbols are identical or different and represent: 

> a phenyl radical substituted by at least one electron-withdrawing 
group and/or by at least 2 halogen atoms, this being when the cationic 
entity is an onium of an element from groups 15 to 17, 

> a phenyl radical substituted by at least one electron-withdrawing 
element or group, this being when the cationic entity is an 
organometallic complex of an element from groups 4 to 10, 

> an aryl radical comprising at least two aromatic nuclei, which is 
optionally substituted by at least one elecfron-withdrawing element or 
group, whatever the cationic entity; 

-C- 1 to 50 parts by weight of at least one reactive diluent consisting in a 
nonorganosilicon organosilicon or organic compound comprising, in 
its stmcmre, at least one CFG as defined above and optionally at least 
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one secondary functional group (SFG) other than a CFG but capable 

of reacting chemically with a CFG; 
-D- 0 to 10 parts by weight of at least one pigment; 
-E- 0 to 100 parts by weight of a filler of inorganic nature; 
-F- 0 to 10 parts by weight of at least one photosensitizer; 
-G- 0 to 10-^ part by weight of a stabilizer comprising at least one 

Q Stabilizing amine agent, 

D 

C -H- 0 to 5 parts by weight of an adhesion promoter; 

s 

2 2 - applying this. composition to a support (cylinder head sheet gasket or 

m 

cylmder head/ engine block interface), and 

b 

m 3 - crosslmking the applied composition by photochemical and/or thermal 
P activation and/or under an electron beam. 

m 
m 

2. (Amended) The process as claimed m claim 1, wherein the support is a 
metal cylinder head gasket. 



3. (Amended) The process as claimed in claim 2, wherein the support is a 
metal multilayer cyUnder head gasket and a coating is formed on at least one of the feces of 
at least one of the layers comprising the metal multilayer cylinder head gasket. 
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4, (Amended) The process as claimed in claim 1, wherein the functional units 
included in the CFG groups are selected from the group consisting of the following units: 

- an ethylenically unsaturated and activated functional group, 

- epoxide, 

- oxethane, 

- and their mixtures, 

Li 

Q and in that the functional units included in the optional SFG groups are selected from the 

O 

O group consisting of the following units: 

f 

2 - hydroxyl, 

u 

- alkoxy, 

^ u 1 

yj - carboxyl, 

m 



m 
m 



- and their mixtures. 

5. (Amended) The process as claimed in claim 1, wherein the POSs A are 
epoxysilicones and/or vinyl ether silicones which are: 

either linear or substantially linear and comprised of units of formula (I), terminated by 
units of formula (II), 

-> or cyclic and comprised of units of formula (II): 

I I 

Si-0-)- (0 Z — Si O (D) 

Z is 
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in which formulae: 

• the symbols are alike or different and represent: 
either a hydroxyl radical, 

or a linear or branched Ci-Cig alkyl radical which is optionally substituted by 
^ one or more halogens and/or a hydroxyl radical, 

or a Cj-Cg alkenyl radical, 

M= 

P - or an optionally substimted Cj-Cg cycloalkyl radical, 

O 

O - or an aryl or aralkyl radical which is optionally substituted by halogens 

m 

2 and/or alkoxyls, 

y1 

^ • the Z symbols are alike or different and represent: 

C 

yj - either the radical, 

p - or a CFG group correspondmg to an epoxide or vinyl ether residue connected 

m 

' to the silicon via a divalent radical conq)rising from 2 to 20 carbon atoms and 

optionally comprising a heteroatom, 

at least one of the Z symbols corresponding to a CFG group. 



6. (Amended) The process as claimed in claim 1, wherein the POSs A are 
epoxysilicones of formula (A.l), (A.2) and (A.3): 
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1^ 
D 
O 
O 



(A.l) 



wherein X = CH3; phenyl; Cj-Cg cycloalkyl; Cj-Cis alkyl; Cj-Cg alkenyl; -OH; H; -CHj- 
f CH2-CH2-OH; -CH2-CH2-CF3 or - (CH2)„-CF3, n = 1 to 20; 

D 




(A.2) 



- ai, a2, bi and being defined as follows in these formulae (A.l) and (A.2) 

1 < ai, a2 1 s bi, bj 

- 32 and bj being = 0 in the formula (A. 2) to give the epoxidized disiloxane (A.3). 
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7. (Amended) The process as claimed in claim 1, wherein the reactive 
diluent(s) C is (are) selected from the group consisting of: 

the nonorganosilicon organic compounds (C,) possessmg CFG + 
optionally SFG reactive groups having the following formulae: 
O 



P 
O 

g 

I 
o 

if! 

h . 

w 

m 

o 

o 



(Ci) 



(Ci') 




(Ci") 




OH 



(Ci"') HO-(CH2)4-0-CH=CH2 
-> and/or from the organosilicon confounds (Cj) possessing CFG + optionally 
SFG reactive groups having the foUowmg formulae: 

^Si(OR^3 

(C2) 
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with BJ= C,-Cio alkyl. 

H3C r8 

with independently representing a C,-Cio alkyl. 

i 

O 8. (Amended) The process as claimed in claim 1, wherein the diluent (C) 

s 

■yj exhibits a boiling point B.p. ^ 100°C at standard atmospheric pressure and a viscosity at 

u 

25°C Ti ^ 100mPa.s. 

W 

m 

O 9. (Amended) The process as claimed in claim 1, wherein, prior to stage 1, the 

support to be coated is covered using an adhesion prnner of the type of those comprising at 
least one compound selected from the group consisting of: 

alkoxylated silanes carrying at least one ethylenic unsaturation and/or at least 

one epoxide functional group, 

(meth)acrylates, 

metal chelates and/or alkoxides, 

crosslinkable silicone compositions and compositions which are precursors of 
silicone elastomers. 
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REMARKS 

Entry of the foregoing amendnient(s) is respectfully requested. 

The claims have been amended to eliminate multiple dependency and to place them 
in better condition for U.S. patent practice. 

Should the Examiner have any questions concerning the subject application, a 
telephone call to the undersigned would be appreciated. 




ru Registration No. 30,427 

O 

5 P.O. Box 1404 

Alexandria, Virginia 22313-1404 
(703) 836-6620 



Date: December 11, 2001 
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1, (Amended) A process for carrying out impregnation and/or for preparing a 
coating which gives release and is leaktight employed at the engine block/cylinder head 
interface of engines and applied [in particular] to sheet gaskets, [in particular cylinder head 



characterized in that it consists essentially] comprising: 

Q 1 - [in] employing a silicone composition 

CI 

O comprising: 

■n 

% -A- 100 parts by weight of at least one polyorganosiloxane (POS) crosslinkable 

5 

5 by the cationic and/or radical route and via crosslinking functional groups 

Q 

W; (CFGs), these CFGs bemg identical to or different from one another and 

being [chosen] selected from [those comprising] the group consisting of at 

m 

least one functional unit of heterocyclic nature having one or more elecfron- 

donating atoms and/or from those which are ethylenically unsaturated and 
substituted by at least one electron-donating atom which enhances the basicity 
of the 7C system; 

-B- from 0.01 to 10 parts by weight of at least one initiator salt (PI) formed by a 
borate of an onium of an element from groups 15 to 17 of the Periodic 
Classification [[Chem. & Eng. News, Vol. 63, No. 5, 26 of February 4, 
1985]] or of an organometallic complex of an element from groups 4 to 10 of 
the Periodic Classification [(same reference)]. 
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□ the cationic entity of said borate being [chosen] selected from the group 
consisting of: 

(1) - onium salts of formula (I): 

[(R0„-A-(R2)J+ (D 

in which formula: 

'A represents an element from groups 15 to 17; 

p • represents a Cg-Qo carbocyclic or heterocyclic aryl radical, it 

O 

being possible for said heterocyclic radical to comprise nitrogen or 
S sulfur as heteroelements; 

p • represents R^ or a linear or branched C1-C30 alkyl or alkenyl 

W 

radical; said R* and R^ radicals optionally being substituted by a Cj- 
P C25 alkoxy, C1-C25 alkyl, nitro, chloro, bromo, cyano, carboxy, ester 

or mercapto group, 

• n is an mteger ranging from 1 to v + 1, v being the valency of the 
element A, 

• m is an integer ranging from 0 to v - 1, with n + m = v + 1 

(2) - the oxoisothiochromanium salts having the formula: 
O 



ai) 

R^ 
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where the radical represents a linear or branched Cj-Cjo aUsg^l radical; 
(3) - sulfonium salts where the cationic entity comprises: 
3.1. at least one polysulfonium species of formula ni.l 



O 

o 
o 

m 
m 
m 

o 
w 



-S-— Ar3- 
Ar^ 



Ar3 — S — Ari 

1. 



an.i) 



in which: 

the Ar' symbols, which can be identical to or different from one another, each 
represent a monovalent phenyl or naphthyl radical optionally substituted with one or 
more radicals [chosen] selected from the group consisting of: a linear or branched 
Ci-C,2 alkyl radical, a linear or branched CrC^ alkoxy radical, a halogen atom, an - 
OH group, a -COOH group, a -COO-alkyl ester group, where the alkyl part is a 
linear or branched Cj-Cij residue, and a group of formula -Y'* Ar^ , where the Y* 
and Ar^ symbols have the meanings given immediately below, 
the Ar^ symbols, which can be identical to or different from one another or Ar ^ each 
represent a monovalent phenyl or naphthyl radical optionally substituted with one or 
more radicals [chosen] selected from the group consisting of: a linear or branched 
C1-C12 alkyl radical, a Imear or branched C1-C12 alkoxy radical, a halogen atom, an - 
OH group, a -COOH group or a -COO-alkyl ester group, where the alkyl part is a 
linear or branched Cj-Ci2 residue. 
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the Ar^ symbols, which can be identical to or different from one another, each 
represent a divalent phenylene or naphthylene radical optionally substituted with one 
or more radicals chosen from: a linear or branched CpCii alkyl radical, a linear or 
t branched C1-C12 alkoxy radical, a halogen atom, an -OH group, a -COOH group or 

a -COO-alkyl ester group, where the alkyl part is a linear or branched C 1-C12 
residue, 

e - t is an integer equal to 0 or 1, 

O 

e with the additional conditions accordmg to which: 

E 

when t = 0, the Y symbol is then a monovalent radical rqjresenting the group of 



m 



p formula: 

W 

nJ 
C 
O 



Y . S— Ar^ 

I 

Ar2 

where the Ar' and Ar^ symbols have the meanings given above, 
whent = 1: 

* on the one hand, the Y symbol is then a divalent radical havmg the following 
meanings Y^ to Y^- 

Y^: a group of formula: 



-S — 
I 

Ar2 
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where the Ar^ symbol has the meanings given above, 

• Y': a single valency bond, 

• Y*: a divalent residue [chosen] selected from the group 
consisting of: 

_o —s— — s— — c— 
o o , 

a linear or branched Cj-Cia alkylene residue and a residue of formula 
-Si (CH3)20-, 

• on the other hand, solely in the case where the Y symbol represents 
Y^ or Y'*, the Ar' and Ar^ (terminal) radicals have, in addition to the 
meanings given above, the possibility of being connected to one 
another via the Y', residue 

[consisting in] comprising Y'*, a single valency bond, or in Y'^ , a 
divalent residue [chosen] selected from the residues cited with respect 
to the definition of Y"^, which is inserted between the carbon atoms, 
facing each other, situated on each aromatic ring in the ortho position 
with respect to the carbon atom directly bonded to the S + cation; 
3.2. and/or at least one monosulfonium species having a single 
cationic center per mole of cation and [consisting] cnmprismg , in the 
majority of cases, in species of formula: 
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Ar^ S— Ari (in.2) 

Ai^ 

in which Ar^ and Ar^ have the meanings given above with respect to the formula (HI. 1), 
including the possibility of connecting directly between them only one of the Ar' radicals to 

^ Ar^ according to the way indicated above with respect to the definition of the additional 

P 

p condition in force when t=l m the formula (II) mvolving the Y' residue; 

□ 

m (4) organometallic salts of formula (IV): 

E 

g (vvvur^ (IV) 

p in which formula: 

W 

fu • M represents a metal from group 4 to 10, 

S 

5 • represents 1 ligand bonded to the metal M via % electrons, which 

fU 

ligand is [chosen] selected from the group c onsisting of ri^-alkyl, ti^- 
cyclopendadienyl and Ti'-cyclo- heptratrienyl ligands and -aromatic 
compounds [chosen] selected from the group consisting of optionally 
substituted ri^-benzene ligands and compounds having from 2 to 4 
condensed rmgs, each rmg being capable of confributing to the 
valency layer of the metal M via 3 to 8 tc electrons, 
• V represents a ligand bonded to the metal M via tc electrons, which 
ligand is [chosen] selected from the group consisting nf t]'- 
cycloheptatrienyl ligands and if - aromatic compounds [chosen] 
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Ar^ — S— Ari (in.2) 
Ar2 



in which Ar' and Ar^ have the meanings given above with respect to the formula QH. 1), 
including the possibility of connecting directly between them only one of the Ar ' radicals to 

l^.., Ar^ according to the way indicated above with respect to the definition of the additional 

D condition in force when t=l in the formula (II) involving the Y' residue; 

J (4) organometallic salts of formula (IV): 

J (VLHJM)'^^ (IV) 

O in which formula: 

W 

• M represenls a metal from group 4 to 10, 

p 

p • represents 1 ligand bonded to the metal M via % electrons, which 

ligand is [chosen] selected from the group consisting of -n^-alkyl. r]^- 
cyclopendadienyl and ri^-cyclo- heptratrienyl ligands and if -aromatic 
compounds [chosen] from the group consisting of optionally 
substituted ri^-benzene ligands and compounds having from 2 to 4 
condensed rings, each ring being capable of confributing to the 
valency layer of the metal M via 3 to 8 ic electrons, 

represents a ligand bonded to the metal M via n elecfrons, which 
ligand is [chosen] selected from the group consisting of -q'- 
cycloheptattienyl ligands and x]^ - aromatic conq)oxmds [chosen] 
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selected from the group c onsisting of optionally substitute ^-benzene 
ligands and compounds having from 2 to 4 condensed rings, each ring 
being capable of confributing to the valency layer of the metal M via 6 
or 7 71 electrons, 

V represents from 0 to 3 identical or different ligands bonded to the 
metal M via a electrons, which ligand(s) is (are) [chosen from] CO 
[and] or NO2+; the total electronic charge q of the complex to which 

and and the ionic charge of the metal M contribute being 
positive and equal to 1 or 2; 
□ the anionic entity [lacuna] borate having the formula: 

[BXA]- 

in which formula: 

- a and b are integers ranging from 0 to 3 for a and from 1 to 4 for b, 
with a+ b = 4, 

- the X symbols represent: 

* a halogen atom with a = 0 to 3, 

* an OH functional group with a = 0 to 2, 

- the R symbols are identical or different and represent: 

> a phenyl radical substituted by at least one elecfron-withdrawing 

group and/or by at least 2 halogen atoms, this being when the cationic 
entity is an onium of an element from groups 15 to 17, 
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> a phenyl radical substituted by at least one electron-withdrawing 
element or group, this being when the cationic entity is an 
organometallic coiiq)lex of an element from groups 4 to 10, 

> an aryl radical comprising at least two aromatic nuclei, which is 
optionally substituted by at least one electron-withdrawing element or 
group, whatever the cationic entity; 

-C- 1 to 50 parts by weight of at least one reactive diluent consisting in a 
nonorganosilicon organosilicon or organic compound comprising, in 
its structure, at least one CFG as defined above and optionally at least 
one secondary functional group (SFG) other than a CFG but capable 
of reacting chemically with a CFG; 

-D- 0 to 10 parts by weight of at least one pigment; 

-E- 0 to 100 parts by weight of a filler of inorganic nature; 

-F- 0 to 10 parts by weight of at least one photosensitizer; 

-G- 0 to 10'^ part by weight of a stabilizer [consistmg in] comprising at 
least one stabilizing amine agent, 

-H- 0 to 5 parts by weight of an adhesion promoter; 

2 - [in] applying this. composition to a support (cylinder head sheet gasket 

or cylinder head/ engine block interface), and 

3 - [m] crosslinking the applied composition by photochemical and/or 

thermal activation and/or under an electron beam. 
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2. (Amended) The process as claimed in claim 1, [characterized in that] 
wherein the support is a metal cylinder head gasket. 

3. (Amended) The process as claimed in claim 2, [characterized m that] 
wherein the support is a metal multilayer cylinder head gasket and [m that] a coating is 

^ formed on at least one of the faces of at least one of the layers [composing] comprising th^ 

p metal multilayer cylinder head gasket. 

O 

E 

g 4. (Amended) The process as claimed in [any one of clauns 1 to 3] claim 1. 

b [characterized in that] wherein the functional units included in the CFG groups are selected 

W 

nj from the group consisting of fee following units: 

O - an ethylenically imsamrated and activated functional group, 

- epoxide, 

- oxethane, 

- and their mixtures, 

and in tiiat the functional units included m the optional SFG groups are selected from the 
group consisting of rtie following units: 

- hydroxyl, 

- alkoxy, 

- carboxyl, 

- and their mixtures. 
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5. (Amended) The process as claimed in [any one of claims 1 to 4] claim 1 . 
[characterized in that] wherein the POSs A are epoxysilicones and/or vinyl ether silicones 
which are: 

-> either linear or substantially linear and [composed] comprised of unite of formula (I), 
terminated by units of formula (II), 

or cyclic and [composed] comprised of units of formula (II): 



R3 



R3 



a 

a I I 

m -f Si-O^ (I) Z Si O (JI) 



o , , 

f ^ R^ 

o 
w 

ry in which formulae: 

O 

Cl • the R3 symbols are alike or different and represent: 

ly 

either a hydroxyl radical, 

or a linear or branched Cj-Cig alkyl radical which is optionally substituted by 
one or more halogens and/or a hydroxyl radical, 

or a Cj-Cg alkenyl radical, 

or an optionally substituted Cj-Cg cycloalkyl radical, 
or an aryl or aralkyl radical which is optionally substituted by halogens 
and/or alkoxyls, 
the Z symbols are alike or different and represent: 
either the R^ radical. 
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or a CFG group corresponding to an epoxide or vinyl ether residue connected 
to the silicon via a divalent radical comprising from 2 to 20 carbon atoms and 
optionally comprising a heteroatom, 

at least one of the Z symbols corresponding to a CFG group. 



6. (Amended) The process as clauned in [any one of claims 1 to 5] claim 1 . 
g [characterized in that] wherein the POSs A are epoxysilicones of formula (A.l), (A.2) and 




Us 



O 

m 



CHs 



CH3 



CH3 



CH3 



O 

y 
ru 
o 
0 



CH3 



Si — O 



CH3 



X 



Si-O 



Si— o Si CH3 




(A.l) 



[with] wherein X = CH3; phenyl; Cj-Cg cycloalkyl; C,-C,8 alkyl; Cj-Cg alkenyl; -OH; H; - 
CH2-CH2-CH2-OH; -CH2-CH2-CF3 or - (CH2)„-CF3, n = 1 to 20; 
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(A.2) 



_ - ai, 3.2, bi and being defined as follows in these formulae (A.l) and (A.2) 

□ 1 ^ ai, a2 l^bi,b2 

O 

m - 32 and b2 being = 0 in the formula (A. 2) to give the epoxidized disiloxane (A. 3). 

O 

m 

□ 7. (Amended) The process as claimed in [any one of claims 1 to 6] claim 1 , 

W 

[characterized in that] wherein the reactive diluent(s) C is (are) [chosen] selected from the 
g group consisting of: 

-> [from] the nonorganosilicon organic compounds (C,) possessing CFG 
+ optionally SFG reactive groups having the following formulae: 
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(^1 ) HO-(CH2)4-0-CH=CH2 

and/or from the organosilicon compounds (Cj) possessing CFG + optionally 
SFG reactive groups having the following formulae: 



(C2) 




with R'= C,-Cio alkyl. 
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- <r^i>i: — o> 

with independently representing a Ci-Cjo alkyl. 
S 8. (Amended) The process as claimed in [any one of claims 1 to 7] claim 1. 

i 

J [characterized in that] wherein the diluent (C) exhibits a boiling point B.p. ^ 100°C at 
g standard atmospheric pressure and a viscosity at 25°C ti ^ 100 mPa.s. 

a 
w 

IQ 9. (Amended) The process as claimed in [any one of claims 1 to 8] clarni 1. 

O [characterized in that] wherem, prior to stage 1, the support to be coated is covered using an 
adhesion primer of the type of those comprising at least one compound [chosen] selected 
from the group consisting of: 

alkoxylated silanes carrying at least one ethylenic unsaturation and/or at least 

one epoxide functional group, 

(meth)acrylates, 

metal chelates and/or alkoxides, 

crosslinkable silicone compositions and compositions which are precursors of 
silicone elastomers. 
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PROCESS FOR THE PREPARATION OF A RELEASE 
AND LEAKTIGHT COATING APPLIED TO A CYLINDER 
HEAD GASKET EMPLOYING A SILICONE MATERIAL 



5 The general field of the present invention is 

that of the use of crosslinkable silicone compositions 
for the purpose of preparing crosslinked materials, for 
example elastomers, of use in particular in pointing, 
leakproofing and releasing. 
1° More specifically, the invention relates to 

the use of crosslinkable silicone conpositions for the 
treatment of sheet gaskets, in particular for 
impregnating or varnishing (coating) cylinder head 
gaskets of internal combustion engines. In other words, 
15 it relates, using these crosslinkable silicone 

compositions, to impregnating sheet gaskets (cylinder 
head gaskets) and/or to preparing release coatings at 
the "engine block/cylinder head" interface of heat 
engines, said interface preferably being the cylinder 
20 head gasket itself. 

The main unit of an internal combustion 
engine comprises various subunits which have to be 
taken off to allow access to the interior of the 
engine. One of these subunits is the cylinder head. The 
25 contact surfaces between the cylinder head and the 
engine block (or cylinder block) are not strictly 



2 



parallel and the finishing of their surface condition 
may not be perfect. To remove this unevenness, it is 
necessary to place a relatively flexible gasket between 
the cylinder head and the engine block to absorb the 
5 abovementioned surface imperfections and to provide 
leaktightness with respect to the intersecting 
circulations of cooling fluid (water + glycol + 
alkaline agent), oil and gases in the course of 
combustion. The cylinder head gasket also has the role 

10 of providing for the cohesion of the "engine 

block/ cylinder head" dismountable assembly. To take on 
these roles, the cylinder head gasket should therefore 
be capable of expressing at least two basic functions, 
namely: leaktightness and releasability . 

15 In the case where the constituent material of 

the cylinder head gasket is porous in nature (composite 
gasket) , it is necessary to at least partially remove 
this porosity by impregnation. This makes it possible, 
first, to improve the leaktightness of the material 

2 0 with respect to fluids present in the engine and, 
secondly, to confer on it a degree of flexibility 
useful in absorbing the compression of the gasket when 
the cylinder head is tightened onto the engine block. 

Furthermore, on taking off the cylinder head, 

25 the gasket should be able to be taken off easily 

without adhering to the surfaces of the two joining 
planes. This releasability function is provided by 



varnishing products, which are applied in the form of a 
coating. 

The three most common types of cylinder head 

gaskets are composite gaskets, metal gaskets and 
multilayer metal gaskets. 

Composite gaskets, also known as fiber (or 
soft) gaskets, are used for specific vehicles, small 
household appliances and mopeds . The composite gasket 
is composed of a metal plate or core inserted between 
two composite -plates based on organic fiber (aramide) 
and on inorganic filler (graphite) . The composite 
gasket also comprises crimpings, firing rings, often 
over the explosion chamber, and a kerb made of silicone 
elastomer for confining possible leaks onto the 
surface . 

These composite gaskets are conventionally 
subjected to impregnation treatments by dipping in 
polycondensation heat silicone resins (hydroxylated 
resins catalyzed with lead octoate) or polyaddition 
heat silicone resins (SiH/Si-vinyl resins catalyzed 
with platinum) . The varnishing of the gasket using 
(poly-addition and polycondensation) silicone resins 
follows the impregnation. Finally, the kerb made of 
silicone elastomer is deposited by silk-screen 
printing. 

Metal gaskets are used for some upmarket 
vehicles and for heavy civil engineering vehicles. 



There also exist metal-silicone elastomer inserts of 
the hot curable elastomer HCE type. 

Multilayer metal gaskets, more commonly known 
as MLS (multilayer steel) gaskets, are used for 
5 specific and industrial vehicles. The multilayer metal 
gasket is composed of metal layers each covered on both 
faces with an elastomer coating. These MLS multilayer 
metal gaskets are enjoying strong growth. In contrast 
to composite gaskets, it should be noted that they are 

10 subjected only to the stage of treatment by varnishing 
with the elastomer. 

MLSs make it possible to reduce the 
distortion and to improve the torsional moment and thus 
the efficiency of the engines. This thus results in a 

15 lower consumption, a reduction in emission of 
pollutants and a lower cost. With regard to 
manufacture, MLSs make possible better control of the 
dimensions and of the thickness of the gaskets, which 
facilitates adjustment during assembly. By virtue of 

20 their ability to withstand explosions and corrosion, 
these MLS gaskets give a better performance than 
composite fiber gaskets. 

The impregnating agents and varnishes 
conventionally used for composite gaskets are 

25 compositions composed of silicone oils or resins of low 
viscosity comprising SiOH or SiH functional groups 
{US-A-4 720 316; EP-A-272 382) or SiVinyl functional 



groups (DE-A-3 731 032; US-A-4 499 135) or of mixtures 
of a silicone oil or resin comprising SiH functional 
groups and of a silicone oil or resin comprising 
SiVinyl functional groups (DE-A-3 718 559; 
EP-A-471 979; DE-A-3 544 740) capable of crosslinking 
at high temperature (generally greater than lOQoC) in 
the presence of a metal catalyst, such as tin, 
titanium, zirconium or platinum salts, or of a 
peroxide . 

Compositions based on silicone oils or resins 
comprising SiOH, SiH, SiVinyl or SiH/SiVinyl functional 
groups generally exhibit at least one of the following 
disadvantages : 

the mixture composed of the silicone 
matrix and the catalyst is unstable at 
ambient temperature (in particular in 
the absence of solvent) , this 
instability being reflected by an 
increase in viscosity, indeed even by a 
gelling, of the impregnation or 
varnishing bath, which requires frequent 
replacement of the impregnation or 
varnishing bath or treatment in two 
stages; for example, patents 
US-A-4 720 316 and EP-A-272 382 
recommend the use of the catalyst during 
the manufacture of the board and then 



impregnation of the dried board with a 
silicone oil possessing SiH groups; 
it is often necessary to disperse the 
silicone + catalyst mixture in an 
5 organic solvent in order to increase the 

stability and to decrease the viscosity 
of said mixture; this results in the 
disadvantages related to the use of 
solvents (toxicity, provision of safety 
10 " devices and of devices for recycling the 

solvent) ; 

the cost price of the starting materials 
is high, in particular in the case of 
vinylated oils or resins optionally used 
15 in combination with oils or resins 

possessing SiH functional groups and 
with a platinum catalyst; these mixtures 
can be very stable at ambient 
temperature, in particular in the 
20 presence of a platinum inhibitor, but 

are expensive because of the use of 
vinylated oils or resins. 
In the quest for a novel silicone composition 
for the treatment of cylinder head gaskets having the 
25 object of improving the abovementioned known 

compositions, provision has been made to use a silicone 
composition crosslinkable by hydrosilylation comprising 
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an a,CO-diOH POS, a POS possessing an SiH unit of the 
polymethylhydrosiloxane type, and ethynylcyclohexanol, 
the latter compound making it possible to form resins 
possessing a silanol functional group; the ratio of SiH 
5 to SiOH of the POS concerned being of the order of 10/1 
to 3 0/1 and the composition also comprising a 
polyaddition catalyst of the Karstedt type (of. French 
patent application FR-A-2 697 532) . 

Even if such a composition effectively leads 

10 to improvements with regard to stability, reactivity 
and flexibility of use, it still remains the case that 
the crosslinking specific to this type of composition 
comprises a restrictive stage of heating at high 
temperature (160°C) for 5 to 10 minutes. Such a stage 

15 is particularly penalizing with regard to the 

productivity of an industrial process for the treatment 
or coating of cylinder head gaskets using silicones . It 
may thus be necessary, for example, to resort to the 
use of sophisticated and expensive eqpjipment, such as 

20 long heating tunnels. It therefore seems that these 
silicone compositions, crosslinkable by polyaddition 
and used for the coating of cylinder head gaskets, 
still do not contribute an entirely satisfactory 
solution to the problem of carrying out silicone 

25 impregnation and treatment of cylinder head gaskets 
which meet the specifications of releasability and of 
compressibility, as well as the reqiJiirements of 
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productivity and of profitability for large scale 
production. 

French patent application No. 2 722 203 
relates to the application of a crosslinkable 
5 fluorosilicone coating to a cylinder head gasket. Such 
a coating is obtained from a silicone composition 
crosslinkable, under the effect of heat, of UV 
radiation or of an electron beam, by hydrosilylation. 
This composition comprises a vinylated fluorosilicone, 
10 a POS carrying SiH units, a platinum hydrosilylation 
catalyst, a condensation catalyst of the peroxide type 
and, optionally, a solvent of the halogenated solvent, 
ester or ketone type. The support to which this 
composition can be applied is described as preferably 
15 having a silicone nature. This coating is more 

specifically intended to reduce the impermeability with 
respect to oil of cylinder head gaskets. It is a 
relatively thick coating: 0.1-10 mm, which is 
characterized by a relatively long crosslinking time 
20 (several minutes) and which has to be activated by heat 
for the crosslinking, even in the cases where UV 
radiation is used. This known coating is therefore not 
itself satisfactory either as regards the requirements 
related to large scale industrial production. 
25 Furthermore, the fact that the crosslinking of this 
fluorosilicone composition is based on an SiH/SiVi 
hydrosilylation mechanism poses problems of stability. 
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United States patent No. 5 260 348 also 
discloses a silicone composition crosslinkable under UV 
radiation according to a condensation mechanism. Such a 
composition is of use in the preparation of a release 
5 coating, in particular for cylinder head gaskets. This 
composition comprises an a,a)-diOH POS of the 
polydimethylsiloxane or polydif luoroalkylsiloxane type, 
a crosslinking agent of the methyl- or 

ethyl triacetoxysilane or methyl tri-benzoxysilane type, 
10 and a photoinitiator formed by an onium (iodonium) 

salt, the counteranion of which is BF4' or SbFs' . These 
silicone compositions crosslinkable under UV radiation 
by condensation have to be subjected to an additional 
thermal activation in order to obtain reasonable 
15 crosslinking times. It is obvious that this complicates 
the industrial process. The counteranion with the best 
performance for crosslinking under UV radiation is SbFg' 
but it is found that it exhibits the major disadvantage 
of comprising a heavy metal, which can lead to a 
20 problem of toxicity with respect to the environment. 

With regard to the varnishing of metal 
cylinder head gaskets and in particular MLS multilayer 
gaskets, NBR rubber elastomer coatings or fluorinated 
elastomer coatings of the Viton® type are known in 
25 practice. 

NBR is an elastomer formed by an 
acrylonitrile-butadiene copolymer, the main 
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disadvantage of which in cylinder head gasket 
applications is its low thermal stability. 

Viton® is a random copolymer of vinylidene 
fluoride, of hexaf luoropropene and of tetrafluoro- 
5 ethylene. Coating compositions for cylinder head 

gaskets based on Viton® also comprise talc or magnesium 
silicate, carbon black, an unbonded silicone oil and 
fatty acid esters (plasticizers) and a crosslinking 
agent of bisphenol or diamine type. It should be noted 

10 that Japanese'patent application JP-A-08/209113 relates 
to such varnishes based on Viton® for metal multilayer 
cylinder head gaskets. The preparation of Viton® 
elastomer coatings or varnishes involves a thermal 
crosslinking of 2.5 to 15 minutes at a temperature of 

15 200 to 250°C, followed by a postcuring for several 
hours at high temperature. 

In addition, the application of the 
uncrosslinked Viton® composition is carried out by 
spraying an organic solution with a spray gun. In point 

20 of fact, it is known that recourse to organic solvents 
presents problems of safety and of toxicity. 
Furthermore, this process is restrictive in that it 
does not make it possible to prepare elastomer films 
with a thickness of greater than 12 \xm. The adhesion of 

2 5 this elastomer coating based on Viton® to the metal can 
be improved. Finally, and in particular, the "material 
and process" cost for these coatings based on Viton® 
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remains relatively high. 

Patent application PCT/WO-A-98/29498 relates 
both to metal cylinder head gaskets and composite 
cylinder head gaskets. The invention which is the 
5 subject matter of this PCT application is the 

impregnation and/or coating of cylinder head gaskets by 
employing a silicone composition crosslinkable by the 
cationic route under activation and in the presence of 
specific photoinitiators selected from onium borates or 
10 borates of org-anometallic complexes, the borate 

b 

j=i counteranions of which comprise at least one boron 

% bonded to at least one substituted (Me, F) phenyl. The 

jl^ liquid silicone precursor is a polydimethylsiloxane 

substituted by functional groups for bridging by the 
O 15 cationic route, for example of epoxy or vinyloxy type. 
r It turned out that this invention can be improved with 

p regard to some of the specifications forming the 

rtj 

requirements for cylinder head gasket coatings or 
varnishes and in particular MLS multilayer metal 
20 cylinder head gaskets. These specifications are 
indicated below: 

releasability of the engine block and of 
the cylinder head on the gasket coated 
with the crosslinked elastomer film, 
2 5 - adhesion of this coating to the support, 

in particular metal support, 
constituting the gasket, 
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leaktightness , 

mechanical properties (hardness, 
resistance to scratching) , 
resistance to solvents, 
5 - resistance to engine fluids (oils and 

cooling fluids) , 
resistance to temperature. 
It is therefore necessary to observe that, in 
the current state of the art, there does not exist a 
10 leaktight and" release elastomer coating which is 

entirely well suited to cylinder head gaskets and more 
particularly to metal cylinder head gaskets and more 
specifically still to MLS multilayer metal cylinder 
head gaskets. This comment is equally valid for the 
15 uncrosslinked liquid precursors of these elastomer 
coatings . 

In such a context, one of the essential 
objects of the present invention is thus to provide a 
crosslinkable silicone composition suited to the 

20 impregnation and/or coating of sheet gaskets, in 

particular cylinder head gaskets (more especially MLS 
metal gaskets), which overcome the deficiencies of the 
prior art while being better than the latter in meeting 
the abovementioned requirements and which gives access 

25 to a process for carrying out iinpregnation and/or 
coating which is fast, which does not require 
sophisticated equipment, the use of toxic and dangerous 
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solvents or high temperatures, and which makes it 
possible to obtain a silicone coating or a varnish 
which is sufficiently adherent to the support of the 
gasket, gives sufficient release with respect to the 
5 cylinder head and the engine block, is leaktight, is 
hard, is resistant to scratching, to solvents and to 
engine fluids, and, furthermore, is stable to 
temperature . 

Another essential object of the invention is 
0 to find a process for impregnating and/or coating a 
sheet gasket, in particular a cylinder head gasket, 
preferably an MLS cylinder head gasket, which is 
economical and simple to employ and which makes it 
possible to obtain a release silicone cylinder head 
5 gasket which performs well in the surroundings in which 
it is used. 

Another essential object of the invention is 
to provide a sheet gasket, in particular a cylinder 
head gasket, preferably an MLS cylinder head gasket, 
) impregnated and/or coated with a release and 

compressible crosslinked silicone exhibiting all the 
expected specifications mentioned above. 

Once these objects have been set, it is to 
the credit of the Applicant Company to have found, 
after many studies and experiments, that, entirely 
surprisingly and unexpectedly, it is appropriate to 
employ, in the process for carrying out impregnation 
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and/or preparing a coating, a polyorganosiloxane A, an 
initiator B of onium borate or organometallic complex 
borate type, and a reactive diluent C comprising the 
same crosslinking functional groups as the POS A. This 
ABC combination is essential for the preparation, in 
particular, of excellent silicone varnishes for MLS 
cylinder head gaskets . 

It results from this that the present 
invention relates to a process for carrying out 
impregnation and/or for preparing a coating which gives 
release and is leaktight employed at the engine 
block/ cylinder head interface of engines and applied in 
particular to sheet gaskets, in particular cylinder 
head gaskets, 

characterized in that it consists 

essentially: 

1 - in employing a silicone composition 
comprising: 

-A- 100 parts by weight of at least one 

polyorganosiloxane (POS) crosslinkable 
by the cationic and/or radical route and 
via crosslinking functional groups 
(CFGs), these CFGs being identical to or 
different from one another and being 
chosen from those comprising at least 
one functional unit of heterocyclic 
nature having one or more electron- 
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donating atoms, preferably 0, S, N or P, 
and/or from those which are 
ethylenically unsaturated and 
substituted by at least one electron- 
donating atom which enhances the 
basicity of the 7t system; 
-B- from 0.01 to 10, preferably 0.1 to 5, 
parts by weight of at least one 
initiator salt (PI) formed by a borate 
of an onium of an element from groups 15 
to 17 of the Periodic Classification 
[Chem. & Eng. News, Vol. 63, No. 5, 26 
of February 4, 1985] or of an organo- 
metallic complex of an element from 
groups 4 to 10 of the Periodic 
Classification (same reference), 
□ the cationxc entity of said borate being 

chosen from: 
(1) - onium salts of formula (I) : 

[ (R^)n-A- {R2)m]* (I) 
in which formula: 

• A represents an element from groups 
15 to 17, such as, for example, I, S, 
Se, P or N; 

• represents a C6-C20 carbocyclic or 
heterocyclic aryl radical, it being 
possible for said heterocyclic 
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radical to comprise nitrogen or 



sulfur as heteroelements; 

represents or a linear or 



branched C1-C30 alkyl or alkenyl 
radical; said and R^ radicals 
optionally being substituted by a 
C1-C25 alkoxy, C1-C25 alkyl, nitro, 
chloro, bromo, cyano, carboxy, ester 
or mercapto group, 

• n is an integer ranging from 1 to 

V + 1, V being the valency of the 
element A, 

• m is an integer ranging from 0 to 

V - 1, with n + m = V + 1, 

(2) - the oxoisothiochromanium salts having 
the formula: 



where the R^ radical represents a linear or 
branched C1-C20 alkyl radical; 
(3) - sulfonium salts where the cationic 
entity comprises: 

3.1. at least one polysulf onium species of 
formula III.l 




(II) 



17 

(IH-l) 



V— s — V — — V 

in which: 

the Ar^ symbols, which can be identical to or 
different from one another, each represent a 
monovalent phenyl or naphthyl radical optionally 
sixbstituted with one or more radicals chosen from: 
a linear or branched C1-C12, preferably Ci-Cg, alkyl 
radical,^ a linear or branched C1-C12, preferably 
Ci-Ce, alkoxy radical, a halogen atom, an -OH 
group, a -COOH group, a -COO-alkyl ester group, 
where the alkyl part is a linear or branched 
C1-C12, preferably C1-C5, residue, and a group of 
formula -Y^-Ar^, where the and Ar^ symbols have 
the meanings given immediately below, 
the Ar^ symbols, which can be identical to or 
different from one another or Ar''", each represent a 
monovalent phenyl or naphthyl radical optionally 
substituted with one or more radicals chosen from: 
a linear or branched C1-C12, preferably Ci-Ce, alkyl 
radical, a linear or branched C1-C12, preferably 
Ci-Cs, alkoxy radical, a halogen atom, an -OH 
group, a -COOH group or a -COO-alkyl ester group, 
where the alkyl part is a linear or branched 
C1-C12, preferably C1-C5, residue. 
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the Ar^ symbols, which can be identical to or 
different from one another, each represent a 
divalent phenylene or naphthylene radical 
optionally substituted with one or more radicals 
chosen from: a linear or branched C1-C12, 
preferably Ci-Ce, alkyl radical, a linear or 
branched Ci-Cxa, preferably Ci-Cs, alkoxy radical, 
halogen atom, an -OH group, a -COOH group or a 
-COO-alkyl ester group, where the alkyl part is a 
linear or branched C1-C12, preferably Ci-Ce, 
residue, 

t is an integer equal to 0 or 1, 

th the additional conditions according to which: 
when t = 0, the Y symbol is then a monovalent 
radical representing the group of formula: 

^ ■■ — S-Ar' 
At' 

where the Ar^ and Ar^ symbols have the meanings 
given above, 
when t = 1 : 

* on the one hand, the Y symbol is then a 
divalent radical having the following 
meanings Y^ to Y^ : 
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• Y^: a group of formula: 




where the Ar^ symbol has the meanings given above, 

• Y^: a single valency bond, 

• Y^: a divalent residue chosen from: 



a linear or branched C1-C12, preferably 
Ci-Ce, alkylene residue and a residue of 
formula -Si(CH3)20-, 
^ on the other hand, solely in the case 
where the Y symbol represents Y^ or Y^, 
the Ar^ and Ar^ (terminal) radicals have, 
in addition to the meanings given above, 
the possibility of being connected to 
one another via the Y' residue 
consisting in Y'^, a single valency bond, 
or in Y'^, a divalent residue chosen from 
the residues cited with respect to the 
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definition of Y"*, which is inserted 
between the carbon atoms, facing each 
other, situated on each aromatic ring in 
the ortho position with respect to the 
5 carbon atom directly bonded to the 

cation; 

— » 3.2. and/or at least one monosulfoniixm 
species having a single S* cationic 
^ center per mole of cation and 
10 consisting, in the majority of cases, in 

species of formula: 

Ar' Ar* (IIL2) 

At' 

in which Ar""" and Ar^ have the meanings given above with 
15 respect to the formula (III.l), including the 

possibility of connecting directly between them only 
one of the Ar^ radicals to Ar^ according to the way 
indicated above with respect to the definition of the 
additional condition in force when t=l in the formula 
20 (II) involving the Y* residue; 

(4) organometallic salts of formula (IV) : 
(L^L^L^M)^^ (IV) 
in which formula: 



• M represents a metal from group 4 to 10, in 
particular chosen from iron, manganese, 
chromium or cobalt, 

• represents 1 ligand bonded to the metal M 
Via n electrons, which ligand is chosen from 
Ti^-alkyl, Ti^-cyclopendadienyl and T^'^-cyclo- 
heptratrienyl ligands and Ti^-aromatic 
compounds chosen from optionally siibstituted 
Tl^-benzene ligands and conpounds having from 2 
to 4 condensed rings, each ring being capable 
of contributing to the valency layer of the 
metal M via 3 to 8 7i electrons, 

• represents a ligand bonded to the metal M 
via n electrons, which ligand is chosen from 
Tl'-cycloheptatrienyl ligands and T^^-aromatic 
compounds chosen from optionally siibstituted 
Ti^-benzene ligands and compounds having from 2 
to 4 condensed rings, each ring being capable 
of contributing to the valency layer of the 
metal M via 6 or 7 electrons, 
• represents from 0 to 3 identical or 
different ligands bonded to the metal M via a 
electrons, which ligand (s) is (are) chosen 
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from CO and N02'^; the total electronic charge 
q of the complex to which , jJ and and 
the ionic charge of the metal M contribute 
being positive and equal to 1 or 2; 
□ the anionic entity [lacuna] borate having 
the formula: 

[BXaRb]' 

in which formula: 
' - a and b are integers ranging from 0 to 
3 for a and from 1 to 4 for b, with 
a + b = 4, 

- the X symbols represent: 

* a halogen atom {preferably chlorine or 
fluorine) with a = 0 to 3, 

* an OH functional group with a = 0 to 
2, 

- the R symbols are identical or 
different and represent: 

a phenyl radical substituted by at least 
one electron-withdrawing group, such as, 
for example, OCF3, CF3, NO2 or CN, and/or 
by at least 2 halogen atoms (very 
particularly fluorine) , this being when 
the cationic entity is an onium of an 
element from groups 15 to 17, 



a phenyl radical substituted by at least 
one electron-withdrawing element or 
group, in particular a halogen atom 
(very particularly fluorine) , CF3, OCF3, 
NO2 or CN, this being when the cationic 
entity is an organometallic complex of 
an element from groups 4 to 10, 
an aryl radical comprising at least two 
aromatic nuclei, such as, for example, 
biphenyl or naphthyl, which is 
optionally substituted by at least one 
electron -withdrawing element or group, 
in particular a halogen atom (very 
particularly fluorine), OCF3, CF3, NO2 or 
CN, whatever the cationic entity; 
1 to 50, preferably 1 to 35, parts by 
weight of at least one reactive diluent 
consisting in a nonorganosilicon or 
organosilicon organic compoxind 
comprising, in its structure, at least 
one CFG as defined above and optionally 
at least one secondary functional group 
(SFG) other than a CFG but capable of 
reacting chemically with a CFG; 
0 to 10, preferably 0.1 to 5, parts by 



m 
m 
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weight of at least one pigment, 
preferably a black pigment and more 
preferably' still carbon black; 
-E- 0 to 100, preferably 0 to 50, parts by 
5 weight of a filler of inorganic nature; 

-F- 0 to 10, preferably 0.01 to 1, part by 
weight of at least one photosensitizer 
preferably selected from (poly) aromatic 
^ coinpoiinds (optionally metallic) and/or 
10 heterocyclic compounds; 

-G- 0 to 10-^ preferably 10"^ to lO'^, part 
by weight of a stabilizer consisting in 
at least one stabilizing amine agent, 
-H- 0 to 5, preferably 0 to 2 , parts by 
15 weight of an adhesion promoter 

preferably chosen from alkoxylated 
and/or epoxidized silanes; 

2 - in applying this composition to a 

support (cylinder head sheet gasket or 
20 cylinder head/ engine block interface) , 

and 

3 - in crosslinking the applied composition 
by photochemical and/or theirmal activation and/or under 
an electron beam. 

2 5 This invention is an improvement to that 
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according to application WO-A-98/29 498, in which use 
is made of a silicone composition crosslinkable by the 
cationic route comprising a polyorganosiloxane POS A 
and an initiator B but devoid of the diluent C carrying 
5 CFG and optionally SFG functional group (s ) . 

This ABC combination is the source of 
advantageous and unexpected results for the 
impregnation and/or varnishing of sheet gaskets, in 
particular cylinder head gaskets, in terms of 
10 releasability" of adhesion to the support (preferably 
metal support) of the gasket of leaktightness , of 
mechanical properties, of resistance to solvents and to 
engine fluids, and of resistance to temperature. 

In this ABC combination, the initiator B is 
15 conspicuous by its oniuro borate or organometallic salt 
borate nature with a borate counteranion of the boro- 
phenyl type substituted by electron-withdrawing groups, 
for example fluorinated groups. Among others, the 
uncross linked liquid composition used in the process 
20 according to the invention possesses excellent 

stability on storage. Its viscosity remains low despite 
the presence of the initiator. This stability is 
observed for several days, indeed even several months, 
after preparing the composition, provided that it is 
25 stored with light excluded. This precursor liquid 

composition also has very good reactivity at ambient 
temperature. 
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The uncrosslinked liquid silicone composition 
ABC, optionally comprising D and/or E and/or F and/or G 
and/or H, is easy to handle. Its viscosity can be 
adjusted within a wide range by modifying the molar 
5 mass of the CFG-carrying POS A oil and/or of the CFG- 
and optionally SFG- carrying diluent C, the 
concentration of initiator B, and the CFG/POS A and 
(CFG + optionally SFG) /diluent C molar ratio. 
Furthermore, it should be noted that the uncrosslinked 
10 liquid silicone composition does not necessarily 
comprise a toxic and dangerous organic solvent. 

The process according to the invention is 
economical, simple and fast and therefore ultimately 
productive and profitable. It makes it possible in 
15 particular to obtain varnishes on sheet gaskets, in 
particular cylinder head gaskets and especially on 
metal cylinder head gaskets of MLS multilayer type, 
which have a beautiful appearance (absence of bubbles 
and which meet the required qualities of releasability, 
20 of leaktightness and of compressibility. In addition, 
this crosslinked varnish has good mechanical 
properties, resistance to abrasion, thermal stability 
and resistance to oils and more generally to aggressive 
materials, such as cooling fluids, which are entirely 
25 satisfactory. 

According to a preferred embodiment of the 
process according to the invention, the support is a 
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metal cylinder head gasket, preferably a multilayer 
metal cylinder head gasket of MLS type. 

It is advantageous in the context of this 
preferred embodiment for provision to be made, 
5 according to the process, to form a coating on at least 
one of the faces of at least one of the layers 
composing the multilayer metal cylinder head gasket, 
this coating preferably being applied to both external 
faces of the multilayer gasket. 
^° In practice, it is preferable for each of the 

layers of the gasket to be coated on both its faces 
with a silicone coating, from an ABC composition 
optionally comprising D and/or E and/or F and/or G 
and/or H, crosslinked by photochemical and/or thermal 
15 activation and/or under an electron beam. 

On entering into detail regarding the nature 
of the various constituents of the silicone treatment 
composition employed in the process according to the 
invention, it will be specified, regarding the POSs A, 
20 that the functional units included in the CFG groups 
carried by the silicon atoms are selected from the 
group of following functional units: 

an ethylenically unsaturated and 
activated functional group, such as 
i5 (meth) acrylic, (meth) acrylate and 

alkenyl ether, 
epoxide. 
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oxe thane, 
their mixtures. 
As regards the diluent C, the CFG groups are 
carried by carbon or silicon atoms and they comprise 
5 functional units which are selected from the group of 
units mentioned in the preceding paragraph. It should 
be noted that the CFGs of diluent C can be identical to 
or different from the CFGs of the POS(s) A. As regards 
the diluent C and the optional CFG groups, they are 
10 here again catfried by carbon or silicon atoms of the 

diluent C and they comprise functional units which are 
selected from the group of the following units: 



silicones and/or vinyl ether silicones which are: 

either linear or substantially linear and composed of 
2 0 units of formula (I) , terminated by units of formula 
(II) , 

— » or cyclic and composed of units of formula (11) : 



hydroxyl , 



alkoxy , 
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carboxyl , 



their mixtures . 



More preferably still, the POSs A are epoxy- 




Z— Si — O — 



{») 



2 



25 in which formulae: 



syinbols are alike or different and represent: 
either a hydroxyl radical, 

or a linear or branched Ci-Cia alkyl radical 
which is optionally substituted, 
advantageously by one or more halogens and/or 
a hydroxyl radical, the preferred optionally 
substituted alkyl radicals being: methyl, 
ethyl, propyl, octyl and 3 , 3 , 3-trif luoro- 
propyl , 

or a C2-C8 alkenyl radical, 

or an optionally substituted C5-C8 cycloalkyl 
radical, 

or an aryl or aralkyl radical which is 
optionally substituted: 

• in particular by halogens and/or 
alkoxys , 

• phenyl, xylyl, tolyl and dichlorophenyl 
radicals being very particularly 
selected, 

and, more preferably still, at least 
60 molar% of the radicals being methyls, 
symbols are alike or different and represent: 

either the R"' radical, 

or a CFG group corresponding to an epoxide or 
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vinyl ether residue connected to the silicon 
via a divalent radical advantageously 
comprising from '2 to 20 carbon atoms and 
optionally comprising a heteroatom, 
at least one of the Z symbols corresponding 
to a CFG group . 

Mention may be made, as examples of CFG 
organo functional groups of the epoxy type, of those of 
following formula : 

— (CR,), Q-CH,— CH^^CH, ; --(CHj)^ — O-CH CHj 

O 

Mention may be made, as regards CFG organo- 
functional groups of the vinyl ether type, of, e.g., 
those present in the following formulae: 

~(CH,),0-CH=CHi _(CH^_o-R*-0-g==:CH, ^(CH,),-0— CH=:CH-R' 

with = 

- linear or branched C1-C12 alkylene which is optionally 

substituted, 

- or arylene, preferably phenylene, which is optionally 
substituted, preferably by one to three Ci-Ce alkyl 
groups ; 

with = linear or branched C1-C6 alkyl. 
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The preferred epoxyf unctional or vinyloxy- 
functional polyorganosiloxanes are disclosed in 
particular in patents DE-A-4 009 889; EP-A-0 396 130; 
EP-A-0 355 381; EP-A-0 105 341; FR-A-2 110 115 and 
5 FR-A-2 526 800. 

The epoxyfunctional polyorganosiloxanes can 
be prepared by a hydrosilylation reaction between oils 
possessing Si-H units and epoxyfunctional compounds, 
such as, for example, 4-vinylcyclohexene oxide or allyl 
10 glycidyl ethef . 

The vinyloxyfunctional polyorganosiloxanes 
can be prepared by a hydrosilylation reaction between 
oils possessing Si-H units and vinyloxyfunctional 
compounds, such as, for example, allyl vinyl ether or 
15 allylvinyloxyethoxybenzene. 

More preferably still, the POSs A are epoxy- 
silicones of following formulae (A.l), (A. 2) and (A. 3): 



c«. 

i 


rr 




1 


— s-o 

1 

X 




(A,l) 



20 with X = CH3; phenyl; Cs-Cg cycloalkyl; Ci-Cia alkyl ; 
C2-Ca alkenyl; -OH; H; -CH2-CH2-CH2-OH; -CH2-CH2-CF3 or 
-{CH2)n-CF3, n = 1 to 20; 
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- ai, 32, bi and b2 being defined as follows in these 
formulae (A.l) and (A. 2) 

1 :^ ai, 32 1 < bi, b2 

preferably - 1 < ai, a2 < 5 000 1 < bi, b2 < 500 

and more 

preferably still 1 < ai, aa < 1 000 1 < bi, ba < 100; 

- a2 and b2 being = 0 in the formula (A. 2) to give the 
epoxidized disiloxane (A. 3). 

According to another advantageous 
characteristic of the invention, the POS(s) (A) has 
(have) a viscosity r\ {expressed in mPa-s at 25°C) of 
between : 

-> 100 and 10 000, 

preferably 200 and 5 000, 

and more preferably still between 300 

and 3 000. 

These viscosity values relate both to the 
linear POSs and the cyclic POSs which can be employed 
in accordance with the use according to the invention. 
The dynamic viscosity at 2 5'=C of all the silicone 
polymers considered in the present account can be 
measured using a Brookfield viscometer according to 
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AFNOR standard NFT 76 102 of February 1972. The 
viscosity with which the present account is concerned 
is the dynamic viscosity at 2 5°C, known as the 
"Newtonian" viscosity, that is to say the dynamic 
5 viscosity which is measured, in a way known per se, at 
a sufficiently low shear rate gradient for the 
viscosity measured to be independent of the rate 
gradient . 

In accordance with the invention, it is 
10 perfectly possible to envisage the use of a mixture of 
different POSs A possessing units of formula (I) and 
(II) as defined above (linear and/or cyclic) . 

According to a preferred characteristic of 
the invention, the initiators B are, e.g.: the onium 
15 borates disclosed in European patent application 

EP-A-0 562 922 or in application PCT/WO-A-98/29498 (the 
contents of which are fully incorporated in the present 
account by reference) . More specifically still, use may 
in practice be made of the initiator of following 
20 formula: 




In practice, the initiators of the use 
according to the invention are prepared in a very 
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simple way by dissolution of the onium borate or 
organometallic complex borate, preferably onium borate, 
which are provided in the solid (powder) form, in a 
solvent . 

5 According to an alternative relating to the 

onixim borate, the latter can be prepared directly in 
the solvent from a salt (e.g., chloride) of the cation 
(iodonium) and from a salt (for example, potassium) of 
the borate anion. 

10 Without departing, however, from the scope of 

the present invention, it will be mentioned that the 
initiator (PI) can be employed in solution in an 
organic solvent, preferably chosen from proton-donating 
solvents and more preferably still from the following 

15 group: isopropyl alcohol, benzyl alcohol, diacetone 
alcohol, butyl lactate, esters and their mixtures. As 
is claimed in French patent No. 2 724 660, proton- 
donating organic solvents with an aromatic nature 
(benzyl alcohol) behave as crosslinking accelerators. 

2 0 It is therefore advantageous to use them to dissolve 
the photoinitiator . 

It should be specified that the term 
"effective cationic amount of PI" is understood to 
mean, within the meaning of the invention, the amount 

25 sufficient to initiate the crosslinking. 

Insofar as, as indicated above, the initiator 
is dissolved in a polar solvent, said solvent is used 
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in an amount such that the content of initiator in the 
solution obtained is between 1 and 50% by weight, 
preferably between 10 and 30% by weight and more 
preferably still between 15 and 25% by weight. 



the composition comprising the POS possessing a given 
molar content of CFG is carried out in a proportion of 
0.01 to 10% by weight of PI with respect to the 
POS(s) A, preferably 0.1 to 5% by weight and more 
preferably of "the order of 0.2 to 2% by weight. 

As regards the reactive diluent (s) C, it is 
(or they are) preferably chosen: 

from the nonorganosilicon organic compounds 
(Ci) possessing CFG + optionally SFG reactive groups 
having the following formulae: 



The incorporation of the PI in solution in 






□ 



HCHCH2),-0-CHM3l2 



— > and/or from the organosilicon compounds 
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(C2) possessing CFG + optionally SFG reactive groups 
having the following formulae: 



with r'' = Ci-Cio alkyl, preferably methyl, 
ethyl or propyl. 



10 

with independently representing a Ci-Cio alkyl, 
preferably a methyl . 

This reactive diluent C is composed of small 
crosslinkable molecules capable of reacting with one 

15 another and/or with the CFG groups of the POSs A via 
their CFG + optionally SFG functional groups. These 
reactive diluent compounds C thus form crosslinking 
networks which can be at least partly interpenetrating 
with the crosslinking networks formed after the 

20 reaction of the CFGs of the POSs A. The purpose of 
these reactive diluents C is to render fluid the 
uncrosslinked liquid composition employed in the 
process according to the invention. They are viscosity 
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reducers which facilitate the handling of the liquid 
composition intended to be applied to the cylinder head 
gasket, in particular the MLS cylinder head gasket, 
before crosslinking, preferably under UV radiation, to 
form a film. 

According to a preferred arrangement of the 
process according to the invention, the diluent C is 
chosen so that it exhibits a boiling point B.p. 
> 100 oc, preferably lOQoc < B.p. < 300oc, at standard 
atmospheric pf-essure and a viscosity at 25°C 
Tl < 100 mPa.s, preferably 1 < r\ < 100 mPa.s. 

As regards the pigment D, a black pigment and 
more preferably still carbon black is employed in 
accordance with the process according to the invention. 
The preferred carbon black is that exhibiting a small 
particle size, advantageously a mean particle size of 
less than 100 nanometers, and/or having a neutral or 
acidic nature, the pH advantageously being between 1 
and 7 . 

Mention may be made, by way of examples, of 
the following commercial carbon blacks: Mogul L, 
Regal 400R or Regal 660R, sold by Cabot, and the 
products Special 250 or Printex 75, sold by Degussa. 

It is preferable to employ carbon black at a 
level of between 0.1 and 5% by weight and more 
preferably of between 0.5 and 2% by weight, with 
respect to the^ POSs A. 
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The invention is not limited to the use of 
carbon black as pigment and it is conceivable to employ 
pigments with different color, such as, for example, 
titanium dioxide, phthalocyanine, benzymidadozolone, 
5 naphthols, diazopirazolones, or diarylide or 
monoarylide yellow pigments. 

The optional fillers E are siliceous fillers, 
such as, for example, fumed silicas treated with 
hexaraethyldisilasane or with octamethylcyclotetra- 
10 siloxane. The- specif ic surface area of these fumed 

silicas thus treated conventionally varies within the 
range from 100 to 400 m^/g. Precipitation silica is 
another example of the siliceous filler E which can be 
employed in the process according to the invention. 
15 Apart from the siliceous fillers, it is also possible 
to use fillers composed of: milled natural or synthetic 
(polymer) fibers; silicon carbide, silicon oxycarbide 
or silicon nitrocarbide powders or inorganic fibers ; 
calcium carbonate; talc; clays; or titaniiim dioxide. 
20 The optional fillers are preferably siliceous fillers 
based on fumed silica and/or on precipitation silica. 

As regards the optional photosensitizers F, 
they can be selected from (poly) aromatic products, 
which are optionally metallic, and heterocyclic 
25 products and preferably from the list of following 
products: phenothiazine , tetracene, perylene, 
anthracene, 9 , 10-diphenylanthracene, thioxanthone. 



benzophenone, acetophenone, xanthone, fluorenone, 
anthraquinone , 9 , 10-dimethylanthracene, 2-ethyl- 
9 , lO-dimethyloxyanthracene, 2 , 6-dimethylnaphthalene, 
2, 5-diphenyl-l, 3 , 4-oxadiazole, xanthopinacol , 
5 1 , 2-benzanthracene, 9-ni troanthracene and their 
mixtures . 

More specifically, the photosensitizer can be 
a thioxanthone-based product: 
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It is preferable, in accordance with the 
invention, to stabilize the formulation employed with 
an amine inhibitor T. The amine agent which can be used 
can be a linear secondary or tertiary amine or a 
sterically hindered cyclic amine of HALS type 
comprising, for example, in its structure, at least one 
piperidinyl residue substituted by an alkyl group on 
the nitrogen atom. Mention may be made, as examples of 
amine agents, of those disclosed in Patent Application 
PCT/WO-A-98/ 07798; furthermore, the content of this 
application is fully incorporated in the present 
account by reference. Hindered cyclic amines of HALS 
type are highly suitable. 

The uncrosslinked liquid silicone composition 
employed in the process according to the invention can 
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also comprise an adhesion promoter H preferably chosen 
from alkoxylated and/or epoxidized silanes and their 
mixtures . 

Mention may be made, as examples of promoters H, of: 
- 5 , 6-epoxy-3-ethylcyclohexyltriethoxysilane of 
formula : 



- or alternatively 3-glycidoxypropyltrimethoxysilane 
(GLYMO) : 



- or alternatively vinyltrimethoxysilane (VTMO) of 
formula : 



of the process in accordance with the invention, prior 

to stage 1, the support to be coated is covered using 
an adhesion primer, preferably of the type of those 
comprising at least one compound chosen from the group 
consisting of: 





According to an advantageous alternative form 
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- alkoxylated silanes carrying at least one 
ethylenic unsaturation and/or at least one epoxide 
functional group, preferably y-Srlycidoxypropyl- 
trimethoxysilane (GLYMO) and/or 
Y-methacryloxypropyltrimethoxysilane and/or 
vinyltrimethoxysilane (VTMO) ; 

- (meth) acrylates, preferably poly (methyl 
methacrylate) , 

- metal chelates and/or alkoxides, preferably alkyl 
titanateS and more preferably still butyl titanate 
or propyl titanate; 

- crosslinkable silicone compositions and 
compositions which are precursors of silicone 
elastomers, preferably of polyaddition RTV 
silicone elastomer type. 

In the context of an adhesion primer 
consisting in a- composition of polyaddition RTV 
silicone elastomer type, use may be made of the 
compositions belonging to groups (i) , (2i) and (31) as 
defined below: 

(i) coating silicone elastomer composition of RTV 
type comprising: at least one POS I of SiVi 
type; at least one POS II of SiH type; a 
platinum hydrosilylation catalyst III; an 
adhesion promoter IV comprising at least one 
alkoxylated organosilane IV. 1 comprising, per 
molecule, at least one vinyl group 
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(vinyltrimethoxysilane) , at least one 
organosilicon compound IV. 2 comprising at 
least one epoxy radical (3-glycidoxypropyl- 
trimethoxysilane GLYMO) and at least one 
metal M chelate IV. 3 and/or one metal 
alkoxide (butyl titanate) ; optionally an 
inorganic filler; optionally at least one 
crosslinking inhibitor; optionally at least 
one polyorganosiloxane resin; and optionally 
hollow organic or inorganic microspheres. 
These silicone compositions are disclosed in 
patent applications FR-A-2 719 598, 
WO-A-98/05723 and WO-A-99/02592 ; 
i) polyaddition RTV silicone elastomer obtained 
from a composition comprising POSs I of SiVi 
type and POSs II of SiH type, and a 
particulate filler obtained by treatment 
using a compatibilizing agent introduced into 
the preparation medium: 
first, before and/or substantially 
simultaneously with the operation in which a 
portion of the silicone oil employed is 
brought into contact with a portion of the 
particulate filler, this introduction of 
compatibilizing agent being carried out one 
or more times for a fraction of 
compatibilizing agent represents at most 8% 
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by dry weight of the total particulate 
filler; 

and, secondly, after this operation in which 
POS and filler are brought together. The 
compatibilizing agent is 

hexamethyldisilansane HMDZ . The SiVi oil is 
an a,co-dihydro polydimethylsiloxane and a 
polyhydro PDMS oil. This RTV elastomer 
composition (ii) , crosslinkable by 
polyaddition and comprising a particulate 
filler specifically compatibilized with HMDZ, 
is described in detail in patent application 
WO-A-98/58997; 

RTV silicone elastomer coating crosslinked by 
polyaddition and obtained from a composition 
comprising: 

(1) at least one polyorganosiloxane 
exhibiting, per molecule, at least two 
C2-C6 alkenyl groups bonded to silicon 
(e.g. a, (D-vinylated PolyDimethylSiloxane 
(PDMS) ; 

(2) at least one polyorganosiloxane 
exhibiting, per molecule, at least two 
hydrogen atoms bonded to silicon (e.g. 
a,(i)-dihydro PDMS and polyhydro PDMS), 

(3) a catalytically effective amount of at 
least one catalyst composed of at least 



one metal belonging to the platinum 
group, 

(4) a ternary adhesion promoter comprising: 

(4.1) at least one alkoxylated 
organosilane comprising, per 
molecule, at least one C3-C6 alkenyl 
group (e.g.: y-J^ethacryloxy- 
propylated trimethoxysilane) 

(4.2) at least one organosilicon compound 
comprising at least one epoxy 
radical (e.g.: y-glycidoxypropyl- 
trimethoxysilane) 

(4.3) at least one metal M chelate and/ or 
one metal alkoxide of general 
formula: M(OJ)n/ with n = valency of 
M and J = linear or branched Ci-Cs 
alkyl , 

M being chosen from the group 
formed by: Ti, Zr, Ge, Li, Mn, Fe, 
Al and Mg (e.g.: butyl titanate) . 

(5) a reinforcing siliceous filler treated 
in situ with a compatibilizing agent 
(e.g.: HMDZ) in the presence of 
polyorganosiloxane (I) , 

(6) a polyorganosiloxane described as 
extender and exhibiting end siloxyl units 
■possessing hydro functional groups, 
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(7) optionally a neutralizing agent, 

(8) optionally a crosslinking inhibitor 
and/ or other additive (s) used in 
compositions of this type (e.g. : 
ethynylcyclohexanol) , 

(9) and optionally expanded or expandable 
hollow inorganic microsphere fillers. 

The compositions according to (3i) are 
described in the French patent application filed on 
23 December 1998 under the national registration 
No. 98/16510. 

The application of a layer of primers to the 
support composed of the sheet gasket, in particular of 
the cylinder head gasket, makes it possible to improve 
the adhesion of the silicone coating selected in 
accordance with the invention. 

As regards the primer compositions comprising 
alkoxylated silanes, such as GLYMO or VTMO, it is 
possible, when it is desired to apply layers with a 
thickness approaching that of the molecular scale, that 
is to say a thickness of less than 1 ^irn, to use them 
for the application in the form of a solution in an 
organic solvent, preferably an alcohol, an ether or a 
ketone, the latter being particularly preferred. 
Mention may be made of methyl ethyl ketone (MEK) as an 
example of a ketone suitable as primer solvent. The 
concentrations of alkoxylated silane in the primer 
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compositions in the solution form are between 0.1 and 
10, preferably between 0.1 and 5 and more preferably 
still between 0.5 and 2%. 

It is possible to have recourse to other 
5 additives known in this type of application of silicone 
compositions crosslinkable by the cationic route. In 
this connection, mention may be made, without implied 
limitation, of: 

• adhesion modifiers (linear silicone resin or 
polymer carrying, for example, vinyl, epoxy, vinyl 
ether or alcohol functional groups), e.g. those 
disclosed in European patent application 

No. 0 738 7 69; 

• one or more polymerization and/or crosslinking 
accelerators preferably chosen from hydroxylated 
carboxylic acid esters which are liquid at ambient 
temperature . 

In practice, the application of the 
uncrosslinked silicone composition to the sheet gasket 
support, in particular cylinder head gasket support, is 
carried out by any appropriate known means, such as, 
for example, doctor blade or coating roll techniques. 

The degree of deposition is advantageously 
between 2.5 and 250 g/m^ of surface area to be coated 
and preferably between 5 and 100 g/m^ . 

According to a preferred form, the 
crosslinking of the composition applied to the support 
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is carried out by supplying energy which is provided by 
UV radiation, taken alone or in combination with 
infrared (IR) radiation. 

This UV radiation exhibits a wavelength of, 
5 for example, between 200 and 400 nanometers, preferably 
between 254 and 360 nanometers. The IR radiation 
exhibits a wavelength of, for example, between 1 and 
10 ]xm, preferably between 1 and 4 }im. The duration of 
the irradiations can be short and it is generally less 

10 than 1 s. For'' very thin coatings, it is even of the 
order of a few hundredths of a second. 

In accordance with the invention, it is 
observed that the crosslinking achieved is excellent, 
even in the absence of any heating. 

15 In addition, it is obvious that the curing 

time can be adjusted, in particular by the number of 
UV + optionally IR lamps used, by the duration of 
exposure to UV + optionally IR radiation and by the 
distance between the composition and the 

20 UV + optionally IR lamp(s). 

As regards the metal cylinder head gasket 
supports of MLS multilayer gasket type, the degrees of 
deposition are between 10 and 50 g/m^. 

The process according to the invention is 

25 advantageous in that it requires little or no organic 
solvent. The result of this is pollution and a 
significant saving. In addition, the crosslinking is 
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fast, which makes it possible to obtain high production 
rates. Furthermore, the method of activation of the 
crosslinking is not gradual for most of the support and 
does not require a high energy consumption. Finally, 
and in particular, the simplicity of the process with 
regard to the methodology and the equipment 
significantly limits the cost of the industrial capital 
expenditures necessary for manufacturers of cylinder 
head gaskets. 

It ^^ill also be indicated that the process 
according to the invention makes possible the selection 
of an appropriate liquid precursor silicone con^osition 
and makes it possible to obtain coatings for the engine 
block/ cylinder head interface which are releasable, 
which are perfectly of the preferably metal support 
formed by the cylinder head gasket, which are leaktight 
and which have mechanical properties of hardness and of 
excellent resistance to scratching, which withstand 
solvents and engine fluids and, finally, which are 
stable to temperature. 

The examples which follow will make possible 
a better understanding of the process according to the 
invention and illustrate all the advantages and the 
alternative embodiments of said process. 

EXAMPLES 
PRODUCTS EMPLOYED 

Photocrosslinkable vamish formulations are 
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prepared from the following polymers and compounds 

A) Polyorganosiloxanes : 

Use is made of polymers of formula: 



I 

..SU3- 



-CH, 



Ai) : X = CH3; a = 70; b = 7 
A2) : X = CH3; a = 444; b = 35 
B) Initiator: 

Use is made of a compound of formula: 



This initiator B is in the form of an 18% 
weight solution in isopropyl alcohol. 
C) Reactive diluent: 

Use is made of a compound of formula: 
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D) Pigment: 

Use is made of a black pigment of the carbon 
black type, sold by Degussa under the name Special 250. 

E) Inorganic filler: 

5 Use is made of a fxxmed silica treated with 

octamethylcyclotetrasiloxane (silica having a specific 
surface area of 3 00 m^/g) . 

F) Photosensitizer : 

Use is made of isopropylthioxanthone of 

10 formula: 




G) Stabilizer: 

Use is made of the amine compound of formula: 




The preparation of a formulation which can be 
20 used directly in the preparation of multilayer cylinder 
head gaskets is described in the examples which follow. 
Preparation 

1 - The carbon black D is incorporated with stirring 
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in the epoxidized silicone oil Al until a 
homogeneous dispersion is obtained (30 min) . 

2 - This dispersion is subsequently passed through a 

mill. 

3 - The silica E is gradually incorporated in the 

epoxidized silicone oil A2 with stirring. 

4 - 1 , 4-Cyclohexanedimethanol divinyl ether, = 

reactive diluent C, is charged, still with 
stirring. 

5 - Finally, ^the pigmentary base prepared in stages 1 

and 2 is charged with stirring, followed by the 
initiator B and the photosensitizer F, and the 
mixture is stirred vigorously for an additional 
15 minutes . 

6 - The liquid composition is stored in a container 

with the exclusion of light. 

The stabilizer G is incorporated beforehand 
in the epoxidized silicone oil Al . 
EXAMPLE 1 

An MLS plate of steel or stainless steel type 

is coated. 

An amount of 15 g/m^ of the following 
composition: 

- Al - 30 parts by weight, 

- A2 - 35 parts by weight, 

- B - 3 parts by weight, 

- C - 20 parts by weight. 
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- D - 1 part by weight, 

- E - 10 parts by weight, 

- F - 0.0198 part by weight, 

- G - 0.004 part by weight, 

was spread in one passage using the Meyer bar 
technique. 

The metal supports (steel or stainless steel) 
are given a primer beforehand with a 1% by weight 
solution of glycidylpropyltrimethoxysilane (GLYMO) in 
methyl ethyl Ketone and are heated at 200°C for 
30 minutes. The coated face is irradiated at a rate of 
10 m/min using a gallium-doped mercury UV lamp with a 
power of 12 0 W/cm. The coating, with a black coloring, 
adheres to the support, is resistant to temperature, to 
engine oils and to the cooling fluid (manufacturers' 
requirements) , and exhibits good resistance to solvents 
and to the scratch test. 
EXAMPLE 2 

An MLS plate of steel or stainless steel type 

is coated. 

30 g/rt? of the same formula as for Example 1 
are applied in the same way as for Example 1 . 

The combined properties measured are collated 
in the following table: 
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Characteristics 


Example 1 


Example 2 


Thickness 


15 Jim 


30 \im 


Color 


Black 


Black 


Crosslinking conditions 


UV crosslinking 


UV crosslinking 


Max. rate 


10 m/min 


10 m/min 


MEK (methyl ethy ketone) 
solvent resistance 


(1) 


> 200 


> 200 


Shore A hardness 


(2) 


70 


70 


Adhesion to metal 


Primer 


Primer 


Releasability properties 


(3) 


0.195 


0.205 


Scratch test 


(4) 


60 g 


120 g 


Crosshatch test 


(5) 






Temperature resistance 








(70 h/200°C) 
Resistance to oils 




Crosshatch 0-1 


Crosshatch 0-1 


(70 h/150°C) 

Resistance to the cooling 




Crosshatch 1 


Crosshatch 1 


fluid (70/lOOoc) 




Crosshatch 4 


Crosshatch 4 



(1) Resistance to MEK: the measurement is made of the 
resistance to the solvent of the coating obtained 
prepared drying 12 |LUn films over a manual coating rod 
with the reference No. 2 from Erichsen, the number of 
to-and-fro movements, carried out using a rag 
impregnated with solvent, necessary to disintegrate the 
coating layer after drying for 24 hours being recorded. 

(2) The Shore A hardness is measured according to the 
instructions of DIN standard 53505. 

(3) The releasability test is carried out according to the 
instructions of ASTM standard F 607-84. In this test, 
the measurement is made (in particular) of the tensile 
strength, in MPa, at the time of the detachment of two 
coated surfaces after compression, 72 h at 120°C. 

(4) The scratch test consists in measuring the ability of 
the coating to be scratched by a diamond tip loaded 
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with weights of increasing size. This test is carried 
out according to the instructions of AFNOR standard 
NFT 51-113 (August 1976) . 

The Crosshatch test consists in scratching the coating 
by producing a criss-cross pattern with a comb and in 
then observing the surf ace 'condition after sticking and 
unsticking an adhesive tape on the support; if no 
flaking has taken place, the surface condition is given 
the index "0"; if the flaking represents more than 65% 
of the surface area of the criss-cross pattern, the 
condition of the surface is given the index "5". This 
test is carried out after temperature conditioning the 
samples ip hot oil and in cooling fluid. This test is 
carried out according to the instructions of AFNOR 
standard NFT 30-038. The adhesive tape used is an 
adhesive tape of PSA silicone type. 



wo 00/77083 
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PCT/FROO/01571 



CLAIMS 

1 . A process for caniying out impregnation 
and/or for preparing a coating which gives release and 
is leaktight employed at the engine block/ cylinder head 
5 interface of engines and applied in particular to sheet 
gaskets, in particular cylinder head gaskets, 

characterized in that it consists 

essentially: 

1 - in employing a silicone composition 

10 comprising: 

-A- 100 parts by weight of at least one 

polyorganosiloxane (POS) crosslinkable 
by the cationic and/or radical route and 
via crosslinking functional groups 

15 (CFGs) , these CFGs being identical to or 

different from one another and being 
chosen from those comprising at least 
one functional unit of heterocyclic 
nature having one or more electron- 

20 donating atoms and/or from those which 

are ethylenically unsaturated and 
substituted by at least one electron- 
donating atom which enhances the 
basicity of the tt system; 

25 -B- from 0.01 to 10 parts by weight of at 
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least one initiator salt (PI) formed by 
a borate of an onixirn of an element from 
groups 15 to 17 of the Periodic 
Classification [Chem. & Eng. News, 
Vol. 63, No. 5, 26 of February 4, 1985] 
or of an organometallic complex of an 
element from groups 4 to 10 of the 
Periodic Classification {same 
reference) , 

□ the cationic entity of said borate being 

chosen from: 
(1) - onium salts of formula (I) : 

[(RMn-A-(R2)^]^ (I) 

in which formula: 

• A represents an element from groups 
15 to 17; 

• represents a C6-C20 carbocyclic or 
heterocyclic aryl radical, it being 
possible for said heterocyclic 
radical to comprise nitrogen or 
sulfur as heteroelements ; 

• R^ represents R^ or a linear or 
branched C1-C30 alkyl or alkenyl 
radical; said R^ and R^ radicals 
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optionally being substituted by a 
C1-C25 alkoxy, C1-C25 alkyl, nitro, 
chloro, bromo, cyano, carboxy, ester 
or mercapto group, 

• n is an integer ranging from 1 to 
V + 1, V being the valency of the 
element A, 

• m is an integer ranging from 0 to 
V- 1, withn+ra=v+l, 

(2) - the oxoisothiochromanium salts having 
the formula: 



branched C1-C20 alkyl radical; 
(3) - sulfonium salts where the cationic 
entity comprises: 

-» 3.1. at least one polysulf onium species of 
formula III . 1 




where the radical represents a linear or 




(UIJ) 
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in which: 

the Ar^ SYit±)ols, which can be identical to or 
different from one another, each represent a 
monovalent phenyl or naphthyl radical optionally 
substituted with one or more radicals chosen from: 
a linear or branched C1-C12 alkyl radical, a linear 
or branched C1-C12 alkoxy radical, a halogen atom, 
an -OH group, a -COOH group, a -COO-alkyl ester 
group, where the alkyl part is a linear or 
branched C1-C12 residue, and a group of formula -Y*- 
Ar^, where the and Ar^ symbols have the meanings 
given immediately below, 

the Ar^ symbols, which can be identical to or 
different from one another or Ar^, each represent a 
monovalent phenyl or naphthyl radical optionally 
substituted with one or more radicals chosen from: 
a linear or branched C1-C12 alkyl radical, a linear 
or branched C1-C12 alkoxy radical, a halogen atom, 
an -OH group, a -COOH group or a -COO-alkyl ester 
group, where the alkyl part is a linear or 
branched C1-C12 residue, 

the Ar^ symbols, which can be identical to or 
different from one another, each represent a 

divalent phenylene or naphthylene radical 
optionally substituted with one or more radicals 
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chosen from: a linear or branched C1-C12 alkyl 
radical, a linear or branched C1-C12 alkoxy 
radical, a halogen atom, an -OH group, a -COOH 
group or a -COO-alkyl ester group, where the alkyl 
part is a linear or branched C1-C12 residue, 
t is an integer equal to 0 or 1, 
with the additional conditions according to which: 
+ when t = 0, the Y symbol is then a Y^ monovalent 
radical representing the group of formula: 

Y' : —s-A,' 
at' 

where the Ar^ and Ar^ symbols have the meanings 
given above, 
+ when t = 1 : 

* on the one hand, the Y symbol is then a 
divalent radical having the following 
meanings Y^ to Y^ : 

• Y^: a group of formula: 

+ 

where the Ar^ symbol has the meanings given above, 

• Y^: a single valency bond, 

• Y^: a divalent residue chosen from: 
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a linear or branched C1-C12 alkylene 
residue and a residue of formula 
-Si (CH3)20-, 

^ on the other hand, solely in the case 
5 where the Y symbol represents Y-^ or Y^, 

the Ar^ and Ar^ (terminal) radicals have, 
in addition to the meanings given above, 
the possibility of being connected to 
one another via the Y' residue 

10 consisting in Y'^, a single valency bond, 

or in Y'^, a divalent residue chosen from 
the residues cited with respect to the 
definition of Y^, which is inserted 
between the carbon atoms, facing each 

15 other, situated on each aromatic ring in 

the ortho position with respect to the 
carbon atom directly bonded to the S"" 
cation ; 

—> 3.2. and/or at least one monosulf oni\ira 
20 species having a single cationic 
center per mole of cation and 
consisting, in the majority of cases, in 
species of formula: 
Ar' S—Ar' (I1L2) 

25 in which Ar""" and Ar^ have the meanings given above with 
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respect to the formula (III.l), including the 
possibility of connecting directly between them only 
one of the Ar^ radicals to Ar^ according to the way 
indicated above with respect to the definition of the 
additional condition in force when t=l in the formula 
(II) involving the Y' residue; 

(4) organometallic salts of formula {IV) : 
(L^L^L^M)^* (IV) 
in which formula : 

• M represents a metal from group 4 to 10, 

• L''" represents 1 ligand bonded to the metal M 
via n electrons, which ligand is chosen from 
T|-*-alkyl, "n^-cyclopendadienyl and Ti^-cyclo- 
heptratrienyl ligands and Ti^-aromatic 
compounds chosen from optionally substituted 
ri^-benzene ligands and compounds having from 2 
to 4 condensed rings, each ring being capable 
of contributing to the valency layer of the 
metal M via 3 to 8 Jt electrons, 

• represents a ligand bonded to the metal M 
via 71 electrons, which ligand is chosen from 
Ti'-cycloheptatrienyl ligands and ri^-aromatic 
compounds chosen from optionally substituted 
ri^-benzene ligands and compounds having from 2 
to 4 condensed rings, each ring being capable 
of contributing to the valency layer of the 
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metal M via 6 or 7 7C electrons, 

• represents from 0 to 3 identical or 

different ligands bonded to the metal M via a 

electrons, which ligand{s) is (are) chosen 

from CO and NO2''; the total electronic charge 

q of the complex to which L^, l/ and and 

the ionic charge of the metal M contribute 

being positive and equal to 1 or 2; 

□ the anionic entity [lacuna] borate having 

the fonmala: 

[BXaRb]' 

in which formula: 

- a and b are integers ranging from 0 to 
3 for a and from 1 to 4 for b, with 

a + b = 4, 

- the X symbols represent: 

* a halogen atom with a = 0 to 3, 

* an OH functional group with a = 0 to 
2, 

- the R symbols are identical or 
different and represent: 

i> a phenyl radical substituted by at least 
one electron- withdrawing group and/or by 
at least 2 halogen atoms, this being 
when the cationic entity is an onium of 
an element from groups 15 to 17, 
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a phenyl radical substituted by at least 
one electron-withdrawing element or 
group, this being when the cat ionic 
entity is an organometallic cornplex of 
an element from groups 4 to 10, 
an aryl radical comprising at least two 
aromatic nuclei, which is optionally 
substituted by at least one electron- 
withdrawing element or group, whatever 
the cationic entity; 

1 to 50 parts by weight of at least one 
reactive diluent consisting in a 
nonorganosilicon organosilicon or 
organic compound comprising, in its 
structure, at least one CFG as defined 
above and optionally at least one 
secondary functional group (SFG) other 
than a CFG but capable of reacting 
chemically with a CFG; 

0 to 10 parts by weight of at least one 

pigment; 

0 to 100 parts by weight of a filler of 
inorganic nature; 

0 to 10 parts by weight of at least one 

photosensi ti zer ; 

0 to 10"^ part by weight of a stabilizer 
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consisting in at least one stabilizing 
amine agent, 
-H- 0 to 5 parts by weight of an adhesion 
promoter; 

2 - in applying this composition to a 
support (cylinder head sheet gasket or cylinder head/ 
engine block interface) , and 

3 - in crosslinking the applied composition 
by photochemical and/or thermal activation and/or under 
an electron beam. 

2. The process as claimed in claim 1, 
characterized in that the support is a metal cylinder 
head gasket. 

3 . The process as claimed in claim 2 , 
characterized in that the support is a metal multilayer 
cylinder head gasket and in that a coating is formed on 
at least one of the faces of at least one of the layers 
composing the metal multilayer cylinder head gasket. 

4 . The process as claimed in any one of 
claims 1 to 3, characterized in that the functional 
units included in the CFG groups are selected from the 
group of following units: 

- an ethylenically unsaturated and activated 
functional group, 

- epoxide, 

- oxethane , 
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- and their mixtures, 

and in that the functional units included in the 
optional SFG groups are selected from the group of 
following units: 

- hydroxyl, 

- alkoxy, 

- carboxyl , 

- and their mixtures . 

5. The process as claimed in any one of 
claims 1 to 4, characterized in that the POSs A are 
epoxysilicones and/or vinyl ether silicones which are: 

either linear or substantially linear and composed of 
units of formula (I) , terminated by units of formula 
(II) , 

or cyclic and composed of xinits of formula (II) : 

^-f;-°- (11) 

in which formulae: 

• the symbols are alike or different and represent: 
either a hydroxyl radical, 

or a linear or branched Ci-Cis alkyl radical 
which is optionally substituted by one or 
more halogens and/or a hydroxyl radical, 
or a C2-C8 alkenyl radical. 



I 

-Si-0- 



(I) 
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or an optionally substituted Cs-Cs cycloalkyl 
radical, 

or an aryl or aralkyl radical which is 
optionally siibstituted by halogens and/or 
alkoxyls, 

• the Z syinbols are alike or different and represent: 
either the R'^ radical, 

or a CFG group corresponding to an epoxide or 
vinyl ether residue connected to the silicon 
via a divalent radical comprising from 2 to 
20 carbon atoms and optionally comprising a 
heteroatom, 

at least one of the Z symbols corresponding 
to a CFG group. 

6. The process as claimed in any one of 
claims 1 to 5, characterized in that the POSs A are 
epoxysili cones of formula (A.l), (A. 2) and (A. 3): 




(A,l) 



with X = CH3; phenyl; Cs-Cg cycloalkyl; Ci-Cia alkyl; 
C2-C8 alkenyl; -OH; H; -CH2-CH2-CH2-OH; -CH2-CH2-CF3 or 
-(CH2)n-CF3, n = 1 to 20; 
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i 

CM, 



CK, 

I 



-Six, 3.2, bi and ba being defined as follows in these 
formulae (A.l) and (A. 2) 

1 < ai, a2 1 < bi, b2 

5 - a.2 and b2 being = 0 in the formula (A. 2) to give the 
epoxidized disiloxane (A. 3). 

7 . The process as claimed in any one of 
claims 1 to 6 , characterized in that the reactive 
diluent (s) C is (are) chosen: 
10 — > from the nonorganosilicon organic compounds 
(Ci) possessing CFG + optionally SFG reactive groups 
having the following formulae: 




<C,"') HCKCH2)4-0-CHK3l2 
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P 



— > and/or from the organosilicon compounds 
(C2) possessing CFG + optionally SFG reactive groups 
having the following formulae: 



with r"^ = Ci-Cio alkyl. 



1 - "O^"^'"^' 

10 

o 

y with independently representing a Ci-Cio alkyl. 

s 

f=i 8 . The process as claimed in any one of 



claims 1 to 7 , characterized in that the diluent (C) 
exhibits a boiling point B.p. > 100°C at standard 
15 atmospheric pressure and a viscosity at 25 °C 
Ti < 100 mPa.s. 

9 . The process as claimed in any one of 
claims 1 to 8, characterized in that, prior to stage 1, 
the support to be coated is covered using an adhesion 
20 primer of the type of those comprising at least one 
compound chosen from the group consisting of: 
- alkoxylated silanes carrying at least one 

ethylenic unsaturation and/or at least one epoxide 
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functional group, 

- (meth) acrylates , 

- metal chelates and/or alkoxides, 

- crosslinkable silicone compositions and 

5 compositions which, are precursors of silicone 

elastomers . 
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the specification of which (check only one item below): 

n is attached hereto. 

I □ was filed as United States application 
'= Number 



m and was amended on __(if applicable). 

01 r— 1 

p IxJ was filed as PCT international application 

5 Number PCT/FROO/01571 on 8 June 2000 

r amended on ^ (if applicable). 

o 

yj I hereby state that I have reviewed and understand the contents of the above-identified specification, including the 
fy clahns, as amended by any amendment referred to above. 

o 

pi I acknowledge the duty to disclose to Ihe Office all mformation known to me to be material to patentability as defined 
SI in Title 37, Code of Federal Regulations, §1.56. 

1 hereby claim foreign priority benefits under Title 35, United States Code, §§119 (a)-(d), 172 or 365 of any foreign 
application(s) for patent or inventor's certificate or of any PCT international application(s) designating at least one 
country other than the United States of America listed below and have also identified below any foreign application(s) 
for patent or mventor's certificate or any PCT mtemational application(s) designating at least one country other than 
the United States of America filed by me on the same subject matter having a filing date before that of the 
application(s) of which priority is claimed: 



PRIOR FOREIGN/PCT APPLICATION(S) AND ANY PRIORITY CLAIMS UNDER 35 U.S.C. §§1 19(aHd), 172 or 365: 


COUNTRY 
(if PCT, Indicate "PCT") 


APPLICATION NUMBER 


DATE OF FILING 
(day, month, year) 


PRIORITY CLAIMED 
UNDER 35 U.S.C. §§119, 
172 or 365 


France 


99/07648 


11 June 1999 


X Yes 


No 








Yes 


No 








Yes 


No 








Yes 


No 








Yes 


No 
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I hereby appoint the followmg attorneys and agent(s) to prosecute said application and to transact all business in the 
Patent and Trademark Office connected therewith and to file, prosecute and to transact all busmess in connection with 
international applications directed to said invention: 



William L. Mathis 
Robert S. Swecker 
Platon N. Mandros 
Benton S. Duffett, Jr. 
Norman H. Stepno 
Ronald L. Grudziecki 
Frederick G. Michaud, Jr. 
Alan E. KopecM 
Regis E. Slutter 
Samuel C. MiUer, IH 
Robert G. Mukai 
George A. Hovanec, Jr. 
James A. LaBarre 
E. Joseph Gess 
R. Danny Hvintington. 



17,337 
19,885 
22,124 
22,030 
22,716 
24,970 
26,003 
25,813 
26,999 
27,360 
28,531 
28,223 
28,632 
28,510 
27,903 



Eric H. Weisblatt 
James W. Feterson 
Teresa Stanek Rea 
Robert E. Krebs 
WiUiam C. Rowland 
T. Gene Dillahunty 
Patrick C. Keane 
B. Jefferson Boggs, Jr. 
Wflliam H. Benz 
Peter K. Skiff 
Richard J. McGrafli 



Michael G. Savage 
Gerald F. Swiss 
Charles F. Wieland H 



30,505 
26,057 
30,427 
25,885 
30,888 
25,423 
32,858 
32,344 
25,952 
31,917 
29,195 
32,814 
32,596 
30,113 
33.096 



Bruce T. Wieder 
Todd R. Walters 
Ronni S. Jillions 
Harold R. Brown Btt 
Allen R. Baum 
Brian P. O'Shaughnessy 
Kenneth B. Leffler 
Fred W. Hathaway 
Wendi L. Weinstein 
Mary Ann Dillahunty 
Donna M. Meuth 
Mark R. Kresloff 
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33,815 
34,040 
31,979 
36,341 
36,086 
32,747 
36,075 
32,236 
34,456 
34,576 
36,607 
42,766 



Address all correspondence to: 

liilliilllllii 
^183 

Address all telephone calls to: 703-836-6620 



Norman H. Stepno 

Burns, Doane, Swecker & Mathis, L.L.P. 
P O Box 1404 

Alexandria, Vkguiia 22313-1404 



at (703) 836-6620. 



I hereby declare that all statements made herein of my own knowledge are true and that all statements made on 
information and belief are believed to be true; and fiirther that these statements were made with the knowledge that 
willfiil false statements and the like so made are punishable by fine or inqjrisonment, or both, under Section 1001 of 
Title 18 of the United States Code and that such wUlful false statements may jeopardize the validity of the application 
or any patent issued thereon. 



FULL NAME OF SOLE OR FIRST 
INVENTOR 


JdU- 


Marc FRANCES 


Signature 






Date 






Residence (City, State, Country) 




teu,.£BANCE 


Citizenship 


French 


Mailing Address 


1, rue des Flandres 


City, State, ZIP, Country 


F-69330, Meyzieu, FRANCE 


FULL NAME SECOND INVENTOR, IF ANY 


Olivier LOUBEL— 


t^^'^ 


Signature 






Date 






Residence (City, State, Country) 


LvonJFRANCE 


Citizenship 


French 


Mailing Address 


84, rue de Pensioimat 


City, State, ZIP, Country 


F-69003, Lyon, FRANCE 



(01/02) 



